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Description 

BACKGROUND OF THE INVENTION 
s 1. Field of the Invention 

The present invention relates to a composite oxide, a composite oxide carrier and a composite oxide catalyst. 
2. Description of the Related Arts 

10 

In the case where three-way catalysts for reducing exhaust gases are exposed to a high temperature atmosphere, 
the oxygen storage capacity (hereinafter will be merely called OSC) achieved by ceria therein decreases. This is 
caused by sintering of active catalytic elements such as platinum (Pt) or palladium (Pd), and a promoter such as ceria, 
oxidation of the active catalytic metals, dissolution of rhodium (Rh)to a catalyst carrier, or the like. Furthermore, in the 
is case where catalysts have low OSC, the active catalytic metals tend to be exposed to a changing atmosphere and con- 
sequently, the deterioration (coagulation and dissolution) of the active catalytic metals (platinum, palladium and rho- 
dium) may be unfavorably accelerated. 

Japanese patent application laid-open No. Hei 4-4043 discloses an oxide carrier in which alumina (AI2O3), ceria 
(CeOg) and zirconia (ZrO^ are co-precipitated to disperse ziroonia between the other elements to solve the above 
20 problem. And Japanese patent application laid-open No. Hei 7-300315 discloses an oxide carrier in which cerium and 
zirconium ions are precipitated by adding electrified particles of alumina thereto. However, by using the co-precipitation 
method and mixing ratio disclosed herein, the dispersing characteristics of the component elements were not so 
enhanced as to improve OSC and the ratio of purification. 

Japanese patent application laid-open No. Hei 7-315840 discloses an aluminum oxide-cerium oxide-zirconium 
25 oxide containing compound carrier which is formed by mixing a precipitate obtained from a solution containing a cerium 
salt and a zirconium salt with alumina powder. However, by the method disclosed therein, composite oxide carriers of 
which component elements exhibit high dispersing characteristics, cannot be manufactured. 

Furthermore, carriers prepared by impregnating alumina powder with a solution containing a cerium salt and a zir- 
conium salt exhibit high dispersing characteristics of a cerium oxide and a zirconium oxide, but the composite (solid 
30 solution) of the cerium oxide and the zirconium oxide is insufficient. 

Another catalyst including a carrier obtained from a mixture of active alumina powder and ceria-zirconia composite 
oxide powder, which adsorbes and carries noble metals, has been also known. The catalyst thus arranged was, how- 
ever, insufficient in OSC at low temperatures. 

35 Summary of the Invention 

It is a n/obiect/of the present invention to provide a composite oxide, a composite oxide carrier in which component 
elements disperse with high homogeneity, and more particularly a Composite oxidl catalyst crystallites of oxides of 
cerium and/or zirconium and secondary particles thereof, of which the sizes are decreased to a predetermined value 
40 or less, to enhance the heat resistance thereof as a composite oxide and a catalyst carrier, and a composite oxide-con- 
taining catalyst in which the particle growth of an active catalytic metal and solid solution thereof into a carrier are 
restrained everTSt elev ated temperatur es to exhibit an excellent hest resistance. 

In the case where 4 basic solutioni s added to a solution of salts of component elements gradually, the component 
element which is easy to precipitate at a low pH value, such as zirconium hydroxide, first precipitates due to the differ- 
45 ence in pH value at which the component elements precipitate, thereby forming coagulated bodies, each being com- 
posed of a single component element, and then, the remaining component elements precipitate t o form another 
coagulated bodies and consequently, objective high dispersing characteristics of component elements cannot be 
obtained. This results in insufficient preparation of a composite (solid solution) even after fired. 

To overcome t his problem, the present inventors have studied intensively, and as a result, completed the present 
so invention. ~ N 

A composite oxide manufactured by the method comprising the steps of forming a precursor of oxides from an 
aqueous solution of salts of a plurality of elements within several seconds, and then firing the precursor. 

t A composite oxid e manufactured by the method comprising the steps of forming a precursor of oxides from high 
concentration salts of a plurality of elements, and then firing the precursor. 
55 ^ A composite oxide c arrier manufactured by the method comprising the steps of forming a precursor of oxides com- 
posed of a plurality of elements by mixing a solution of salts of the plurality of elements of at least one of cerium (Ce) 
or zirconium (Zr), and aluminum (Al), with an alkaline solution by use of high speed mixing means, and then firing the 
precursor. 



2 



EP 0 834 348 A2 

A composite oxide catalyst manufactured by the method comprising the steps of forming precursors of oxides of a 
plurality of elements and a catalyst metal by mixing a solution including salts of a plurality of elements of at least two of 
cerium, zirconium and aluminum and a salt of a catalyst metal with an alkaline solution by use of high speed mixing 
means, and by precipitating the precursors from the mixed solution, and firing the precipitated precursors. 

5 The composite oxide carrier and composite oxide catalyst in accordance with the present invention are respectively 

composed of a composite oxide in which at least one of cerium and zirconium, and aluminium, each defining the carrier, 
disperse with extremely high homogeneity. With this structure, the heat resistance of the carrier is improved and con- 
sequently, enlargement of particles of the composite oxide defining the carrier, and sintering of adjacent particles of the 
composite oxide can be restrained, whereby the catalyst using the composite oxide carrier in accordance with the 

10 present invention is excellent in heat resistance. 

With the present invention, the carrier is not limited to a general catalyst carrier. The carrier may be interpreted to 
indicate general formed bodies. For example, the carrier with the present invention can be also used as materials for 
sensors and electrodes, optical materials, semiconductor materials and structure materials. Furthermore, the carrier 
can be used for a three-way catalyst, NOx catalyst or oxidation catalyst or apart thereof, and a promoter. 

is The composite oxide carrier and composite oxide catalyst in accordance with the present invention has character- 
istics resulted from the manufacturing method thereof. Namely, the composite oxide carrier and composite oxide cata- 
lyst in accordance with the present invention are characterized by the composite oxide manufactured by the method 
including the precursor forming step and firing step. The composite oxide-containing catalyst is obtained by preparing 
a composite of catalytic components simultaneously with the formation of the precursor of composite oxide in the step 

20 of forming the precursor of the composite oxide. The composite oxide carrier and composite oxide catalyst in accord- 
ance with the present invention are identical to each other in the point that the precursor of composite oxide is formed. 
Hereinafter, the composite oxide carrier in accordance with the present invention will be first explained. 
To manufacture the composite oxide carrier in accordance with the present invention, in the spep of forming a pre- 
cursor, a solution of salts of a pluraltiy of elements including at least one of cerium and zirconium, and aluminium, which 

25 define the composite oxide, is first mixed with an alkaline solution with the use of high speed mixing means to form a 
precursor of oxide composed of the plurality of elements. The elements defining the carrier may include at least one of 
alkaline metal elements, alkali earth metal elements such as barium, transition metal elements such as yttrium, plati- 
num, rhodium, palladium and iron, and rare earth metal elements such as lanthanum other than cerium, zirconium and 
aluminum. 

30 The transition metal elements denote metals of Groups 1 B, 2B, 3A, 4A, 5A, 6A, 7A and 8 of the fourth, fifth and 
sixth period of the periodic table. The alkali metals and alkaline earth metals denote elements of Groups 1 A and 2A of 
the second through seventh period of the periodic table, such as lithium, sodium, potassium, beryililum, magnesium 
and calcium. 

The composite oxide may be AlgO^Ce, 2r)0 2 . Al 2 03/Zr0 2 , A\ 2 0z/Ce0 2t Si0 2 /(Ce. Zr)0 2 , Si0 2 /Ti0 2 . 2r0 2 /Sic. 
35 Al 2 0 3 /Pt, Al 2 03/Rh, Al 2 03/Pd or the combination thereof. 

To disperse cerium and/or zirconium in alumina with high homogeneity, thereby obtaining a composite oxide, it is 
preferable that the atomic ratio of Al : (Ce + Zr) ranges from 1 : 0.01 to 1 : 5. The more preferred atomic ratio ranges 
from 1 : 0.01 to 1 : 2, from 1 : 0.01 to 1 : 1, from 1 : 0.05 to 1 : 2. 

To obtain a catalyst carrier which carries noble metals securely, it is preferable that the composition ratio of alumina 
40 to zirconia is adjusted such that the atomic ratio of Al : Zr ranges from 1 : 0.01 to 1 : 5. The more preferred atomic ratio 
thereof ranges from 1 : 0.01 to 1 : 2, 1 : 0.02 to 1 : 1 . 1 : 0.02 to 1 : 0.5, 1 : 0.05 to 1 : 2. The preferred atomic ratio of 
the total of aluminum and zirconium to that of the remaining additive elements ranges from 1 : 0.01 to 1 : 0.2. 

To maintain a high OSC of the composite oxide carrier even after endurance test at a high temperature, it is prefer- 
able that the composition ratio of alumina, ceria and zirconia is adjusted such that the atomic ratio of Al : (Ce + Zr) 
45 ranges from 1 : 0.2 to 1 : 2, more preferably from 1 : 0.2 to 1 : 1, and that of Ce : Zr ranges from 1 : 5 to 1 : 0.2, more 

preferably from 1 : 0.8 to 1 : 1 .25. v 
To carry noble metals securely, there is no need of adding ceria. but if a high OSC is needed, ceria must be added. 
One or more kinds of additives out of alkali earth metals and rare earth metals such as barium and lanthanum may 
be used. 

so If the amount of these additive elements are tooupuch, the heat resistance inversely decreases so as to be less 
preferable. ' 

The component elements defining the composite oxide in accordance with the present invention, such as 
cerium.zirconium, aluminum or the like, are used in the form of caitc^A piur^|fty <*>f component elements are dissolved — 
Joa-c olv o nt capab le^ dissolving the salts thereof homogeneously to prepare a salt solution. Examples of the salts of 
55 ^component elements include sulfate, nitrate, hydrochloride and acetate. Examples of the solvent for dissolving the salts 
of component elements homogeneously include water and alcohols. In addition, as a material of aluminum nitrate, a 
mixture of aluminum hydroxide, nitric acid and water may be used. 

As the alkaline solution to be mixed with the solution of saJts at a high speed, there can be used such a solution as 
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to enable the formation of a precursor in which component elements are sufficiently composed or dissolved in a solid 
phase, to exhibit a high degree of dispersing characteristics. Examples of such alkaline solution include an aqueous 
solution and alcohol solution in which ammonia, ammonium carbonate, sodium hydroxide, potassium hydroxide, 
sodium carbonate or the like is dissolved. 

5 It is preferable that the pH value of the alkaline solution is 9 or more, because the precipitation reaction of the pre- 

cursor is accelerelated with such pH values. 

The solution of salts of a plurality of component elements and the alkaline solution thus prepared are mixed 
together at a high speed with high speed mixing means. This results in precipitating by the neutralization operation of 
the alkaline solution, and the precursor of oxide is formed. The high speed mixing means denotes such means as to 

io enable a solution (A) in which salts of component elements are dissolved homogeneously to be mixed with another 
solution (B) in which the same amount or more of baste substances as those of salts of the component elements are 
dissolved in a certain constant volume in an extremely short period of time (several seconds or less, preferably one sec- 
ond or less). This means is not limited to a specific means provided that the mixing time is short. The solution of salts 
and alkaline solution may be heated or pressed previously. 

75 Examples of the high speed mixing means include: the means of preparing the solution (A) in a vessel of a prede- 
termined volume, preparing the solution (B) in another vessel, pouring the solution (B) into the solution (A) while stirring 
the solution (A) strongly, and mixing together in an extremely short time; the means of mixing the solutions (A) and (B) 
inversely; the means of providing a circular plate which is rotatable at a high speed within a casing, and a receiving sec- 
tion for a mixure liquid and resulting precursor of oxide at the bottom of the casing, as shown in FIG. 1 ; pouring the solu- 

20 tions (A) and (B) on the rotating circular plate simultaneously to mix them thereon at a high speed with the use of a 
centrifugal force, and collecting a product at the bottom of the casing; and the means of rotating a spiral rotary vane 
rotatably provided within a cylinder-like casing at a high speed, as shown in FIG. 2, introducing the solution(B) into the 
solution (A), mixing them at a high speed and collecting a resultant precursor of oxide from an opening of the cylinder- 
like casing. 

2$ By mixing at a high speed, the difference in precipitation speed between precursors of various oxides, which is 
resulted from a minute difference in pH value between the solution of salts of the component elements and the alkaline 
solution, can be cancelled and consequently.a soluble precursor of oxide and insoluble precursor of oxide can precipi- 
tate immediately and simultaneously, whereby a precursor of oxide having a desired composition and exhibiting homo- 
geneous dispersing characteristics can be formed. Namely, since the precipitation speed can be increased by the high 

30 speed mixing means, the precipitation of a specific oxide prior to the other oxides can be prevented, thus, all the oxides 
precipitate simultaneously. This results in ail of the oxides precipitating as a precursor homogeneously, and accordingly, 
the precursor can define fine particles dispersing with high homogeneity with a desired composition, regardless of the 
kinds of the component elements. 

^ Aresultant precursor of oxide m ay be separated from a mother solution with decantation or Alteration, and residual 

35 salts may be diluted and removed with cleaning (washing) and purification. By adding a high-molecular coagulant, a 
surface active agent, a water-soluble polymer or the like to the mixture liquid or cleaning liquid in the step of separating 
the precursor, the separation efficiency can be improved, and the configuration of the precursor can be made good. 

The decantation denotes the means of removing a supernatant liquid above the precursor of oxide precipitated at 
the bottom of the casing by flowing the supernatant liquid away gently, and recovering a residual precipitate. One exam- 

40 pie of the decantation is as follows. While stirring 1 0 1 of the aqueous solution from which a precursor of composite oxide 
is precipitated, it is diluted to five times with another aqueous solution in which 0.5 g of ammonium carbonate is dis- 
solved per liter of deionized water. Then, 1 2 liters of another aqueous solution containing 0.1 % of high-molecular coag- 
ulant is added, and a resultant liquid is stirred gently and uniformly at a speed of about 40 rpm. Next, the liquid is 
allowed to stand for about 20 minutes and a resultant supernatant is removed. These operations are further repeated 

45 twice. The amount of the aqueous solution of high-molecular coagulant to be added at the second time is 4 liters. 

Another example of the decantation is as follows. To remove impurities such as ammonium nitrate, which is con- \ 
tained in the aqueous solution from which a precursor of composite oxide including barium carbonate, is precipitated, 
while stirring the aqueous solution, it is diluted to five times with another aqueous solution in which 0.5 g of ammonium 
carbonate is dissolved per liter of deionized water. Then, a resultant solution is allowed to stand for about 1 day and a 

so resultant supernatant is removed. These operations are further repeated twice to remove the impurities (ammonium 
nitrate) until the content thereof decreases to 1 % or less. Next, the resultant solution is filtered with a filter press, 
whereby the content of ammonium nitrate in the pressed cake decreases to about 0.1 %. The aqueous solution of 
ammonium carbonate used for decantation serves to prevent the re-dissolution of barium carbonate precipitated. If no 
solubl element such as barium is added, it is unnecessary to add ammonium carbonate. The method of decantation 

55 is not limited to these methods. 

By removing impurities from the precursor of oxide, the preparation of a composite or solid solution of the compo- 
nent elements can be accelerated in the firing step of the precursor of composite oxide, and the amount of NOx gener- 
ated in the firing step can be reduced. By adding a high-molecular coagulant, surface active agent, water-soluble 
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polymer or hydrogen peroxide solution, both the efficiency of decantation and filtering characteristics can be improved, 
the volume of micro pores of the oxide carrier fired can be increased, and the preparation of a composite of the com- 
ponent elements can be accelerated. 

More specifically, by the high-molecular coagulant, fine particles of precipitated precursor of composite oxide are 

5 adsorbed on normal chain-type polymers, each having tens of thousands of molecular weight, which define high-molec- 
ular coagulant, to form coagulated bodies, each having the size from about several mm to about 1 cm, which is called 
floe. This results in the increased precipitating speed of the precursor of oxide in decantation, and the cleaning effi- 
ciency being enhanced. Furthermore, since the precursor defines coagulated bodies, the succeeding filtering step 
becomes facilitated. In addition, by performing the filter pressing or belt pressing at a high speed with the use of a filter 

70 cloth with large meshes, the filtering time can be shortened. 

The high-molecular coagulant, surface active agent and water-soluble polymer are not limited to specific kinds, 
respectively. Cationic, anionic, or nonionic polymer can be used. But, if sodium, sulfur, chlorine or the like remain in the 
catalyst, the catalytic activity may be deteriorated. Therefore, if possible, it is desirable to use nonionic polymer. 

Examples of the high-molecular coagulant include a coagulant on the market, examples of the surface active agent 

is include polyoxyethylene a Iky I ether, and examples of the water-solublepolymer include cellulose polymer and polyvinyl 
alcohol. 

By adding at least one of a high-molecular coagulant, a surface active agent, a water-soluble polymer and a carbon 
powder, pores can be formed in the composite oxide after fired. The pore volume depends on the kind and amount of 
polymer, but is not limited specifically. Furthermore, if hydrogen peroxide solution is added, the preparation of compos- 
20 ite (solid solution) of component elements can be accelerated. 

The precipitate separated and purified is dried and fired. The drying method is not limited specifically. Spray drying, 
air stream drying, vacuum drying or the like may be performed. If the high-molecular coagulant, water-soluble polymer 
or surface active agent used for cleaning (washing) remains in the firing step, it serves to form micro pores in a resultant 
oxide in the firing step to enhance the catalytic property. Furthermore, particulates powder such as carbon powder may 
25 be mixed to the resultant precipitate before firing. 

Normally, it is preferable to carry out firing in air at 600 °C or more for 1 hour or more. Before firing in air. calcining 
may be performed in a stream of an inert gas such as nitrogen gas. Due to firing, the precursor of oxide is oxidized to 
form a composite oxide. The firing may be carried out in a reduced atmosphere at 500 °C or more, preferably 900 °C or 
more. 

30 The resultant fired composite oxide can be formed into fine particles by pulverizing or other method. Thus, a com- 
posite oxide powder wherein component elements disperse with high homogeneity can be obtained easily. 

The composite oxide obtained retains an approximately homogeneous dispersing state due to solid solution or the 
like of component elements. The preferred diameter of ceria-zirconia crystallites defining the composite oxide is 5 nm 
or less. Furthermore, it is desirable for the composite oxide that the diameter of the ceria-zirconia crystallites is 10 nm 
35 or less, and 60 % or more of cerium and zirconia contained in the composite oxide disperses as secondary particles of 
30 nm or less, and more preferably 20 nm or less, even after the treatment in air at 1000 °C for 5 hours. 

In this case, the diameter of a ceria-zirconia crystallite and particle is represented by the distance between alumina 
particles or atoms which intervene between ceria-zirconia crystallites and particles, and dispersing therein, or may be 
the distance between ceria-zirconia crystallites, particles or atoms which intervene between alumina particles and crys- 
40 tallites, and ceria-zirconia crystal, particle and atoms dispersing therein. 

If the crystallite diameter and particle diameter in the composite oxide become larger than 30 nm, the compositon 
ratio of ceria and/or zirconia, which acts as a composite oxide carrier catalyst, decreases and consequently, the activa- 
tion of noble metals decreases and OSC as the catalyst decreases, unfavorably decreasing the reducing performance 
of the three-way catalysts in a changing atmosphere. Furthermore, if the preparation of a composite (solid solution) of 
45 cerium oxide and zirconium oxide is insufficient, OSC and reducing performance both unfavorably decrease. In addi- 
tion, deterioration (coagulation and solid solution into carrier) of the active catalytic metal (platinum, palladium, rhodium 
) to be carried is unfavorably accelerated. 

By preparing a slurry of the composite oxide and pulverizing it while mixing with a pulverizer such as an attriter or 
ball mill, the diameter of the secondary particles of this composite oxide can be decreased to 3 <{> or less on average, 
so By coating a honeycomb substrate or the like with this composite oxide slurry, a resultant carrier can be used for the 
three-way catalyst for reducing exhaust gases from automobiles or the like. 

The composite oxide in accordance with the present invention can further carry noble metals having catalytic activ- 
ity, such as at least one of platinum, palladium and rhodium to define a catalyst. A monolith substrate of cordierite or 
metal is coated with a composite oxide which carries such noble metals, or the composite oxide is first carried on a mon- 
55 olith substrate, and then noble metal elements are further carried thereon to define a three-way catalyst for reducing 
exhaust gases. The resultant noble metal catalyst carried on this composite oxide carrier exhibits an excellent heat 
resistance, sulfur poisoning resistance and phosphorus poisoning resistance. 

The composite oxide-containing catalyst in accordance with the present invention has the structure that noble 
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metal elements are previously mixed in and dispersed in the above-described composite oxide. Noble metal elements 
are dissolved in the form of salts in the solution of salts, which a precursor of oxide. By mixing this solution of salts and 
an alkaline solution with the high speed mixing means, the precursor containing the noble metal elements and a plural- 
ity of elements defining the composite oxide can be obtained. And by firing the obtained precursor of oxide, a catalyst 
5 of composite oxide in which noble metals are mixed can be obtained. 

It is preferable that the noble metal element is at least one of platinum, palladium and rhodium. 
The composite oxide-containing catalyst in accordance with the present invention has the structure that the oxide 
containing at least two elements out of aluminum, cerium and zirconium, and noble metal elements are mixed together 
and dispersed homogeneously. With this structure, the properties of the noble metals are effectively achieved, and both 
10 the stability of the noble metals and dispersing characteristics of the component elements are enhanced. Accordingly, 
in the case of cerium and zirconium being contained, OSC at an evaluation temperature of 300 °C is improved by about 
twice or more, as compared to that of the conventional catalyst. 

Since the noble metals disperse as fine particles in the composite oxide homogeneously, they become hard to 
coagulate and consequently, the resultant composite oxide catalyst in accordance with the present invention exhibits an 
15 excellent heat resistance, retains noble metals stably, achieves a high OSC and high conversion rate of HC, CO and 
NOx, and exhibits an excellent sulfur poisoning resistance and phosphorus poisoning resistance. 

The amount of the noble metal elements as a catalyst is not limited specifically provided that a normal catalytic 
activity is exhibited. For example, about 0.05 to 20g (0.02 to 10 % by weight in a powder state) per liter of monolith cat- 
alyst may be used. 

20 The composite oxide-containing catalyst in accordance with the present invention may further contain a stabilizer 
composed of an alkali earth metal, an alkaline metal, a transition metal, a rare earth metal or the like, such as barium 
(Ba), iron (Fe), lanthanum (La) or the like. 

The composite oxide-containing catalyst in accordance with the present invention may be used in combination with 
a conventional catalyst or catalyst carrier (powders may be mixed together, or one part of the noble metals may be 

25 impregnated later). 

Alternatively, the method of firing a precursor of oxide by using a salt solution of composite oxide having a high con- 
centration, and an alkaline solution having a high concentration, and directly firing the precursor of oxide may be used. 
The following effects are achieved by this method. (1) No waste water treatment is needed. (2) While firing, impurities 
within the precursor are decomposed and separated. Consequently, the resultant composite oxide can be easily pulver- 

30 ized. (3) The composite oxide of a fine crystalline with a small diameter and of a fine particle with a small diameter can 
be synthesized because the high viscosity of precursors suppress. Brownian movement, impurities at a high concen- 
tration adsorbed in fine precipitates in the presursor made the precursor oxidized with suppressing the nucleus growth. 

Such a concentration as to maintain the stable state of the salt solution and alkaline solution may be available as 
the high concentration. Alternatively, the solubility may be increased by applying heat or pressure. 

35 Other objects, features, and characteristics of the present invention will become apparent upon consideration of the 
following description and the appended claims, with reference to the accompanying drawings, all of which form a part 
of this specification. 

BRIEF DESCRIPTION OF THE DRAWING 

40 

FIG. 1 is a schematic diagram of a device by which a high speed mixing is carried out on a rotary plate with the use 
of a centrifugal force; and 

FIG. 2 is a schematic diagram of a device by which a high speed mixing is carried out with rotary vanes. 
45 DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

Hereinafter, the present invention will be explained based on several embodiments. 
Embodiment 1 : 

50 

An aqueous solution (liquid A) in which 2.35 mol of aluminium nitrate nonahydrate, 0.25 mol of zirconyl nitrate dihy- 
drate, 0.25 mol of cerium nitrate (III), 0.05 mol of barium nitrate, and 5768 ml of deionized water were mixed together 
and dissolved, and another aqueous solution (liquid B) in which 8.312 mol of ammonia water, 0.075 mol of ammonium 
carbonate and 2400 mi of deionized water were mixed together and dissolved were prepared, respectively. Next, by 
55 using a high speed mixing device shown in FIG. 1 , a circular plate was rorated at a speed of about 5000 rpm. and the 
liquids (A) and (B) were poured on the circular plate simultaneously at such a speed that these liquids are mixed 
together homogeneously winthin one second. 

The mixed liquid and precipitated precursor of oxide bumped against walls of a casing due to a centrifugal force 
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and flowed down to be collected. Then, with decantation, a supernatant liquid was removed from the mixure of the 
mixed liquid and precipitated precursor of composite oxide, and a cleaning liquid was further added repeatedly to clean 
(wash) the precursor of composite oxide until the amount of ammonium nitrate contained in the cleaning liquid 
decreased to one tenth or less. 

5 The decantation method is not limited specifically. To remove impurities such as ammonium nitrate within the mixed 

liquid from which the precursor of composite oxide was precipitated, it was diluted to five times with an aqueous solution 
in which 0.5 g of ammonium carbonate was dissolved per liter of deionized water while stirring. Then, the mixed liquid 
diluted was allowed to stand for one day and the supernatant liquid was removed until the amount of impurities (ammo- 
nium nitrate) decreased to 1 0 % or less. 

w Next, a resultant mixed liquid was filtered with a filter press until the amount of ammonium nitrate contained in a 
resulting pressed cake decreased to about 1 %. 

The aqueous solution of ammonium carbonate serves to prevent the re-dissolution of barium carbonate precipi- 
tated. 

The precursor of composite oxide thus obtained was dried at 105 °C for about 20 hours, and fired at 650 °C for 1 
is hour. Lumps of the precursor fired were pulverized with a ball mill to obtain a powdered composite oxide in which 
desired component elements disperse with homogeneity. 

100 parts by weight of the pulverized composite oxide was mixed with 100 parts by weight of water, 20 parts by 
weight of aluminum nitrate nonahydrate and 5 parts by weight of boehmite, and stirred with an attriter for about two 
hours to obtain a slurry for a composite oxide carrier. A monolith substrate of cordierite of 400 cells/inch was coated 
20 with this slurry to obtain the composite oxide carrier for carrying catalytic metals, which was coated with 200 g of com- 
posite oxide per liter of catalyst volume. 

The attriter is composed of a casing of zirconia, which has an inside volume of 6 liters, and 6 kg of zirconia balls, 
each having a diameter of 5 mm, which are filled in the casing. 2 kg of a raw material for composite oxide carrier slurry 
was introduced within the casing thus arranged, rotary vanes of zirconia were rotated at 150 rpm therein, thereby pul- 
25 verizing and mixing the composite oxide carrier within the slurry until the particle diameter of the secondary particles of 
the composite oxide carrier powder for a catalyst carrier decreased to 3 urn or less on average. 

In the present embodiment, the attriter thus arranged was used. Alternatively, a normally used ball mill may be used 
for pulverization and mixing. The pulverizing and mixing method is not limited specifically. 

The composite oxide carrier thus treated was immersed in an aqueous solution of platinum nitrate to adsorb and 
30 carry 1 .5 g of platinum per liter of catalyst volume. The composite oxide carrier carrying platinum was dried, fired at 250 
°C for 1 hour, and immersed in an aqueous solution of rhodium nitrate to adsorb and carry 0.3 g of rhodium per liter of 
catalyst volume. Next, the composite oxide carrier carrying platinum and rhodium was dried and fired at 250 °C for 1 
hour to obtain a noble metal-carrying catalyst. 

The catalyst thus obtained was subjected to a model endurance test in a stream of air at 1 000 °C for 5 hours. Then, 
35 the characteristics of the catalyst were analyzed. 

As a result of the X-ra ^diffraction analysis , ceria and zirconia contained in the catalyst after endurance test wer^e 
dissolved in a sol jH ph^f in t ho ™"T"^rtP^oxide homogeneously. J"he diameter of e^ h QrY stall i te wa * A fi nm Sp^t 
o ndary particles , each having a particle diameter of 5 to 10 nm, d ispersed as a main component i n a^resulta pl^jumioa 
. carrier homogeneousl y. No diffraction line due to barium^was observed . This result can b e considered to be caused by 
/g^barium being dissolved in a solid phase in the compos^ ^pxide of alumina, ceria and zirconia. By the solid solution of 
I* barium, the heat resistance of the carrier is enhanced; e nd a high specific surface area is maintained. 
' The oxygen storage capacity (OSC) of this catalyst at 300 °C, 500 °C and 700 °C was 0.08, 0.1 1 and 0.12 mol of 

oxygen gas (O2) per mol of ceria, respectively. The specific surface area of this composite oxide ranged from 70 to 80 
m 2 /g. 
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Embodiment 2: 

A catalyst was prepared by the method similar to that of Embodiment 1 except that 0.05 mol of barium nitrate which 
40 was one of component elements of the liquid A of Embodiment 1 was replaced with 0.05 mol of lanthanum nitrate hex- 
ahydrate, an aqueous solution in which 8.885 mol of ammonia water and 2400 ml of deionized water were mixed was 
used as the liquid B, and deionized water was used as the cleaning liquid. Then, the durability was evaluated. The char- 
acteristics of this catalyst are also shown in TABLE 1 . 

45 Embodiment 3: 

A catalyst was prepared by the method similar to that of Embodiment 2 except that lanthanum nitrate hexahydrate 
which was one of the component elements of the liquid A of Embodiment 2 was not used. The catalyst thus prepared 
was evaluated similarly to Embodiment 2. The characteristics of this catalyst are also shown in TABLE 1 . 

50 

Embodiment 4: 

A catalyst was prepared by the method similar to that of Embodiment 1 except that an aqueous solution (liquid A) 
in which 2.35 mol of aluminum nitrate nonahydrate, 0.3 mol of zirconyl nitrate dihydrate p 5 mol o f rprii^m nitratP (in^ 
55 0.05 mol of barium nitrate and 5768 ml o f deionized water w ere mixed together, and another aqueous solution (liquid 
B) in which 8.99 mol of ammonia water, 0.075 mol of ammonium carbonate and 2400 ml of deionized water were mixed 
together were prepared, respectively. The durability of the catalyst thus prepared was evaluated. The characteristics of 
this catalyst are also shown in TABLE 1 . 
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Embodiment 5: 

A catalyst was prepared by the method simitar to that of Embodiment 1 except that an aqueous solution (liquid A) 
in which 2.354 mol of aluminum nitrate nonahydrate, 0.35mol of zirconyl nitrate dihydrate, 0.35 mol of cerium nitrate 
5 (III), 0.05 mol of barium nitrate, and 5768 ml of deionized water were mixed together, and another aqueous solution (liq- 
uid B) in which 89.25 mol of ammonia water, 0.075 mol of ammonium carbonate and 2400 ml of deionized water were 
mixed together were prepared, respectively. The durability of the catalyst thus prepared was evaluated. The character- 
istics of this catalyst are also shown in TABLE 1 . 

10 Embodiment 6: 

A catalyst carrier which was coated with 150 g of composite oxide obtained in Embodiment 1 per liter of catalyst 
volume was prepared. The catalyst carrier thus prepared was immpersed in an aqueous solution of platinum nitrate to 
adsorb and carry 1 .5 g of platinum per liter of catalyst volume, dried and fired at 500 °C for 1 hour. 
is Then, the catalyst carrier carrying platinum was coated with the composite oxide obtained by the method similar to 
that of Embodiment 1 except that no cerium nitrate (III) was added, in the amount of 65 g per liter of catalyst volume. 
Next, the catalyst carrier thus coated was immersed in an aqueous solution of rhodium nitrate to adsorb and carry 0.3 
g of rhodium per liter of catalyst volume, dried and fired at 250 °C for 1 hour. Thus, a double layer-coated and noble 
metal-carrying catalyst was obtained. The characteristics of this catalyst are also shown in TABLE 1 . 

20 

Embodiment 7: 

A composite oxide powder was formed by the method similar to that of Embodiment 2 except that the liquid A was 
prepared from the mixure of 0.5 mol of aluminum nitrate nonahydrate, 0.25 mol of zirconyl nitrate dihydrate, 0.25 mol of 

25 cerium nitrate (III). 0.02 mol of lanthanum nitrate, and 2 liter of deionized water. 100 parts of the composite oxide pow- 
der thus formed was mixed with 50 parts of heat resistant active alumina on the market to prepare a composite oxide. 
Then, a catalyst carrier having a coated layer of the composite oxide thus obtained in the amount of 150 g per liter of 
catalyst volume was prepared, and immpersed in an aqueous solution of platinum nitrate to adsorb and carry 1.5 g of 
platinum per liter of catalyst volume. Then, after drying, the catalyst carrier carrying platinum was fired at 500 °C for 1 

30 hour. 

Next, the catalyst carrier thus fired was coated with the composite oxide obtained by the method similar to that of 
Embodiment 2 except that no cerium nitrate (III) and lanthanum nitrate was added, in the amount of 65 g per Irterof cat- 
alyst volume. The catalyst carrier thus coated was immersed in an aqueous solution of rhodium nitrate to adsorb and 
carry 0.3 g of rhodium per liter of catalyst volume, dried and fired at 250 °C for 1 hour. Thus, a double layer-coated and 
35 noble metal-carrying catalyst was obtained. The characteristics of this catalyst are also shown in TABLE 1 . 

Comparative example 1 : 

A catalyst was prepared by the method similar to that of Embodiment 1 except that the liquids A and B were added 
40 slowly (in about 1 minute) while measuring the pH value without using the high speed mixing means. The characteris- 
tics of this catalyst are also shown in TABLE 1. 

Evaluation of catalytic property: 

45 thp rat^i vsts, each having a catalyst volume of 1 .7 liter, which were prepared in Embodiments 1 through 7. were 
.respectively ins tant jn an pyhauct pipe nf an automo hjie provided with a gasoline engine having a cylinder volume of 
2 liters, and an accelerated endurance running test was carried out at about 980 °C which is the maximum catalyst bed 
temperature, simulating the European running, for 200 hours. Next, analysis of exhaust gases discharged while simu- 
lating the European running was carried out at both the upper stream and downstream of each catalyst, and the aver- 
so age ratios of purification of the components of the exhaust gases (NOx, HC, CO) were measured. As a result, the 
average ratios of purification of the catalysts were as high as 95, 94. 96, 96, 97, 98, 98 % in the order from Embodiment 
1 to Embodiment 7. 

Similarly, the average ratio of purification of the catalyst of Comparative example 1 was also measured. As aresult, 
Comparative example 1 exhibited a low average rate of 83 %, as compared to the catalysts of the present embodi- 
55 ments. 
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Embodiment 8: 
Mixing step: 

s The liquids A and B which were respectively identical to those of Embodiment 1 were mixed homogeneously within 

two seconds by stirring at a high speed, similarly to Embodiment 1 , to precipitate a precursor of composite oxide. 

Separating step: 

w The following decantation step was performed. While stirring a mixed liquid containing the above-described precur- 
sor, an aqueous solution in which 0.5 g of ammonium carbonate was dissolved per liter of deionixed water was added 
thereto to dilute a resultant liquid to five times. 12 liter of an aqueous solution containing 0.1 % of a high-molecular 
coagulant (flocculant) (manufactured by SANYO CHEMICAL INDUSTRIES, LTD., trade name: Sanfloc) was added to a 
resultant diluted liquid. The diluted liquid was gently stirred uniformly at a rate of about 40 rpm and allowed to stand for 

is about 20 minutes. Next, supernatant was eliminated therefrom. These steps were repeated several times, whereby the 
amount of impurities (ammonium nitrate) within the diluted liquid was reduced to 10 % or less. 

Then, an aqueous solution of a high-molecular coagulant (manufactured by SANYO CHEMICAL INDUSTIES, LTD., 
Trade name: Sanfloc) and surface active agent (polyoxyethylene alkyl ether) were respectively added in the amount of 
about 2 % (solid component) of the weight of oxide fired, and f iHeration was performed with a filter press. 

20 The aqueous solution of ammonium carbonate added during decantation serves to prevent the re-dissolution of 
barium carbonate precipitated. 

Firing step: 

25 The precursor of composite oxide thus separated was dried at 105 °C for about 20 hours, fired in a stream of a nitro- 
gen gas at 650 °C for 1 hour, and fired in air at 650 °C for 1 hour. The precursor thus fired was pulverized to 100 mesh 
or less with a ball mill to obtain a powdered composite oxide. 

The powdered composite oxide was subjected to the attriter treamtment by the method similar to that of Embodi- 
ment 1 until the average particle diameter of the secondary particles of the powdered composite oxide is reduced to 3 

30 |i mor less. 

A monolith substrate of cordierite of 400 cells/inch was coated with a resultant slurry the composite oxide to obtain 
a catalyst carrier coated with 200 g of composite oxide carrier per liter of catalyst volume. 

The catalyst carrier thus treated was immersed in an aqueous solution of platinum nitrate to adsorb and carry 1 .5 
g of platinum per liter of catalyst volume. The catalyst carrier carrying platinum was then dried, fired at 250 °C for 1 hour, 
35 and immersed in an aqueous solution of rhodium nitrate to adsorb and carry 0.3 g of rhodium per liter of catalyst vol- 
ume. Next, the catalyst carrier carrrying platinum and rhodium was dried, fired at 250 °C for 1 hour to obtain a noble 
metal-carrying catalyst. 

The catalyst thus obtained was subjected to a model endurance test in a stream of air at 1 000 °C for 5 hours. Then, 
the characteristics of catalyst were analyzed. 
40 As a result of the X-ray diffraction analysis, c^ria and zirconia contained in the catalyst after endurance test were 
dissolved in a solid phase in alumina fine pores homogeneously. Th e diameter or eacn crystallite was 4.6 nm. Second J 
ary particles, each having a particle diameter,ef 3to Ig JTrrT. yytere dispersed as a main component in a resultant alumina 
carrrier homogeneously. No diffranction line due to barium was observed. 

The oxygen storage capacity (OSC) of this catalyst at 300 °C, 500 °C and 700 °C was 0.085, 0.113 and 0.121 mol 
45 of oxygen gas (0 2 ) per mol of ceria, respectively. The specific surface area of the composite oxide defining the carrier 
ranged from 73 to 85 m 2 /g. 



so 



55 



11 



EP 0 834 348 A2 

TABLE 2 



10 



Samp I e 


state of 

solid 
s o I u t ion 
of c e r i a 
& z i r CO* 
n i a 


dia- 
meter 

of 
crys- 
tallite 

nm 


dia- 
meter 
of 

second 


oxygen storage 

capacity 
Oi mo 1 /no 1 of 
ce r i a 


Spe- 
cific 
sur- 
face 
area 

n V g 




a r y 

parti- 
cle no 


300 


500 


700 


Erabod i - 
men t 8 


homo- 
geneous 


4. 6 


5-10 


0. 085 


0. 113 


0. 121 


.80 


Erabod i - 
men t 9 


homo- 
geneous 


4. 6 


5-10 


0. 08 


0. 109 


0. 12 


73 



15 



20 



25 



30 



Table 2-cont i nued 



35 



40 



Samp I e 


average ratio of purification 




(X) 


Embod i - 


96 


men t 8 




Embod i - 


93 


men t 9 





45 



SO 



Embodiment 9: 

A catalyst was prepared by the method similar to that of Embodiment 8 except that no separating step was included 
and the drying step was carried out at 200 °C. The characteristics of this catalyst are also shown in TABLE 2. 

Evaluation of catalytic property: 



Catalysts composed of the carriers of Embodiments 8 and 9 and carrying catalytic metals, each having a catalyst 
volume of 1 .7 liter, were respectively installed in an exhaust pipe of an automobile provided with a gasoline engine hav- 
55 ing a cylinder volume of 2 liters, and an accelerated endurance running test was performed at about 980 °C which is 
the maximum catalyst bed temperature; simulating the European running, for 200 hours. Next, analysis of the exhaust 
gases discharged while simulating the European running was carried out at both the upper stream and downstream of 
each catalyst, and the average rates of purification of the components of the exhaust gases (NOx, HC, CO) were meas- 
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ured. As a result, the average ratios of purification of the catalysts of Embodiments 8 and 9 were as high as 96 and 93 
%, as shown in TABLE 2. 

Embodiment 10: 

5 

An aqueous solution (liquid A) in which 2.35 mol of aluminum nitrate nonahydrate, 0.25 mol of zirconium nitrate, 
0.25 mol of cerium nitrate (III), 0.05 mol of barium nitrate, 1 .5 g (metal component) of an aqueous solution of platinum 
nitrate, 0.3 g (metal component) of rhodium nitrate and 5800 ml of deionized water were mixed and dissolved, and a 
basic aqueous solution (liquid B) in which 8.4 mol of ammonia water, 0.075 mol of ammonium carbonate and 2400 ml 

io of deionized water were mixed together were prepared, respectively. The liquids A and B thus prepared were mixed 
homogeneously within two seconds by stirring at a high speed to precipitate a precursor of composite oxide. To remove 
impurities (ammonium nitrate, for example) within the aqueous solution from which the precursor was precipitated, 
another aqueous solution in which 0.5 g of ammonium carbonate was dissolved per liter of deionized water was added 
to the aqueous solution containing the above-described precursor while stirring to dilute to five times. The diluted liquid 

75 was allowed to stand for 1 day and a supernatant liquid was eliminated therefrom. These decantation operations were 
repeated twice to reduce impurities (ammonium nitrate) within the aqueous solution to 10 % or less. 

Then, a high-molecular coagulant (manufactured by SANYO CHEMICAL INDUSTRIES, LTD., Trade name: San- 
floc) and surface active agent (polyoxyethylene alkyl ether) were respectively added in the amount of about 2 % by 
weight (solid component) of the weight of the oxide fired, and Alteration and separation step was performed with a filter 

20 press. The precursor of composite oxide thus separated was dried at 1 05 °C for about 20 hours, calcined in a nitrogen 
gas at 600 °C for 1 hour and fired at 650 °C for 1 hour. The precursor thus fired was pulverized with a ball mill to obtain 
a composite oxide. 

Actually, liquids were prepared by using materials in the amount of integral multiples of the above-described 
amount, respectively. By calcining in a nitrogen gas, namely by firing the high-molecular coagulant and surface active 
25 agent in an atmosphere containing only a small amount of oxygen, the precursor is brought into a reduced state to 
enhance the rate of solid solution of ceria and zirconia and facilitate the precipitation of noble metals. 

100 parts of the pulverized composite oxide was mixed with 100 parts of water, 20 parts of aluminum nitrate non- 
ahydrate and 5 parts of boehmite, and stirred with an attriter for about two hours to obtain a catalyst slurry. A monolith 
substrate of cordierite of 400 cells/inch was coated with this slurry to obtain a catalyst coated with 200 g of composite 
30 oxide per liter of catalyst volume. 

The catalyst thus obtained was subjected to a model endurance test in a stream of air at 1000 °C for 5 hours. Then, 
the state of the catalyst was analyzed. This result is shown in TABLE 3. 

As a result of the X-ray diffraction analysis, ceria and zirconia contained in the catalyst after endurance test were 
dissolved in a solid phase homogeneously. The diameter of each crystallite was 4.6 nm. Secondary particles, each hav- 
35 ing a particle diameter of 5 to 10 nm, were dispersed as a main component in a resultant alumina carrier homogene- 
ously. No diffraction line caused by barium was observed. 

The oxygen storage capacity (OSC) of this catalyst at 300 °C, 500 °C and 700 °C was 0.08, 0.1 1 and 0.12 mol of 
oxygen gas (0 2 ) per mol of ceria, respectively. The specific surface area of this catalyst carrier was 83 m 2 /g. 

Similarly to the preceding embodiments, after decantation, Alteration was carried out with a filter press until the 
40 amount of ammonium nitrate contained in a resultant pressed cake decreased to about 1 %. 

The aqueous solution of ammonium carbonate added during decantation serves to prevent the re-dissolution of 
barium carbonate precipitated. 

The attriter used in the present embodiment is composed of a casing of zirconia, which has an inside volume of 6 
liters, and 6 kg of zirconia balls, each having a diameter of 5 mm, which are filled in the casing. 2 kg of a raw material 
45 for a catalyst slurry was introduced within the casing thus arranged, rotary vanes of zirconia were rotated at a rate of 
150 rpm therein, thereby further pulverizing and mixing the raw material of catalyst slurry until the particle diameter of 
the secondary particles of catalyst powder decreased to 3 nm or less on average. 

In the present embodiment, the attriter thus arranged was used. Alternatively, the raw material of catalyst slurry 
may be introduced in a normally used ball mill, and pulverized while mixing. The pulverizing and mixing method is not 
so limited specifically. 
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35 

Embodiment 1 1 : 

A catlyst was prepared by the method similar to that of Embodiment 10 except that 0.05 mol of barium nitrate of 
40 Embodiment 10 was replaced with 0.05 mol of tanthanum nitrate hexahydrate, and an aqueous solution in which 9 mol 
of ammonia water and 2400 ml of deionized water were mixed was used as the liquid B. Then, the durability was eval- 
uated. The state of this catalyst is shown in TABLE 3. 

Embodiment 12: 

45 

A catalyst was prepared by the method similar to that of Embodiment 1 1 except that lanthanum nitrate hexahydrate 
of Embodiment 1 1 was not used. The catalyst thus prepared was evaluated similarly to Embodiment 11. The state of 
this catalyst is also shown in TABLE 3. 

so Embodiment 13: 

A catalyst was prepared by the method similar to that of Embodiment 10 except that an aqueous solution (liquid A) 
in which 2.35 mol of aluminum nitrate nonahydrate, 0.3 mol of zirconyl nitrate dihydrate. 0.3 mol of cerium nitrate (III), 
0.5 mol of barium nitrate, and 5768 ml of deionized water were mixed together, and another aqueous solution (liquid B) 
55 in which 8.99 mol of ammonia water, 0.075 mol of ammonium carbonate and 2400 ml of deionized water were mixed 
together were prepared, respectively. The durability of the catalyst thus prepared was evaluated. The state of the cata- 
lyst thus prepared is also shown in TABLE 3. 
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Embodiment 14: 

A catalyst was prepared by the method similar to that of Embodiment 1 0 except that an aqueous solutiion (liquid A) 
in which 2.354 mol of aluminum nitrate nonahydrate, 0.35 mol of zirconyl nitrate dihydrate. 0.35 mol of cerium nitrate 
5 (III), 0.05 mol of barium nitrate, and 5800 ml of deionized water were mixed together, and another aqueous solution (liq- 
uid B) in which 9,25 mol of ammonia water, 0.075 mol of ammonium carbonate and 2400 ml of deionized water were 
mixed together were prepared. The durability of the catalyst thus prepared was evaluated. The state of this catalyst is 
also shown in TABLE 3. 

w Embodiment 15: 

A composite oxide identical to that of Embodiment 10 except that no rhodium was added and the amount of plati- 
num added was 2 g was prepared, and a catalyst coated with this composite oxide in the amount of 150 g per liter of 
catalyst volume was prepared. The catalyst thus prepared was dried and fired at 500 °C for 1 hour. 
75 Then, the catalyst thus coated was further coated with the catalyst prepared by the method similar to that of 
Embodiment 10 except that no cerium nitrate (III) and no platinum were added, and the amount of rhodium added was 
1 .2 g. in the amount of 50 g per liter of catalyst volume. Next, the catalyst thus coated was dried and fired at 250 °C for 
1 hour, whereby a double layer-coated catalyst was obtained. The state of the catalyst thus obtained is also shown in 
TABLE 3. 

20 

Embodiment 16: 

A liquid A in which 0.5 mol of aluminum nitrate nonahydrate, 0.25 mol of zirconyl nitrate dihydrate, 0.25 mol of 
cerium nitrate (III), 0 02 mol of lanthanum nitrate, 2 liters of deionized water and platinum nitrate (0.5 g of platinum) were 

25 mixed together, and a liquid B in which ammonia water (2.9 mol of ammonia) and 1 liter of deionized water were mixed 
together, were prepared. The liquids A and B thus prepared were mixed homogeneously within two seconds by stirring 
at a high speed to precipitate a precursor of composite oxide. 

The mixture liquid thus obtained was diluted to five times with deionixed water, and filter-pressed to obtain a cake 
containing a precursor of composite oxide. 0.1 liter of deionized water and 50 g of heat-resistant active alumina (y-alu- 

30 mina) powder on the market, which contains secondary particles having the average diameter of 3 n m 0 and of which 
the specific surface area was 150 m 2 /g were mixed with the cake obtained, and kneaded together to be mixed homo- 
geneously. The mixture thus obtained was dried in a stream of air at 150 °C, and fired in air at 650 °C for 1 hour. 100 
parts of composite oxide thus prepared was mixed with 100 parts of water, 20 parts of aluminum nitrate nonahydrate 
and 5 parts of boehmite by stirring with an attriter for about two hours to obtain a slurry. 

35 A monolith substrate of cordierrte of 400 cells/inch was coated with the slurry thus prepared in the amount of 150 
g of composite oxide per liter of catalyst volume. The monolith carrier thus coated was dried at 150 °C and fired at 650 
°C for 1 hour. 

Then, the monolith substrate thus fired was immersed in an aqueous solution of platinum nitrate to carry 1 g of plat- 
inum per liter of catalyst volume, dried at 150 °C and fired at 650 °C for 1 hour. 
40 Furthermore, a liquid A in which 0.5 mol of aluminum nitrate nonahydrate, 0.25 mol of zirconium nitrate dihydrate, 
1 .5 liter of deionized water and rhodium nitrate (0.3 g of rhodium) were mixed together, and a liquid B in which ammonia 
water (2.1 mol of ammonia) and 0.5 liters of deionized water were mixed together, were prepared, respectively. The liq- 
uids A and B thus prepared were mixed homogeneously within two seconds by stirring at a high speed to precipitate a 
precursor of composite oxide. 

45 The mixture liquid thus obtained was diluted to five times with deionized water and allowed to stand for one day. 
Then, supernatant was removed. Next, a high-molecular coagulant and surface active agent were respectively added 
in the amount of 2 % by weight (solid component) of the weight of the oxide fired, and subjected to a filter press, thereby 
obtaining a cake containing a precursor of composite oxide. The cake thus obtained was dried in a stream of air at 150 
°C, and fired in air at 650 °C for 1 hour. 1 00 parts of a composite oxide thus prepared was mixed with 1 00 parts of water, 

so 20 parts of aluminum nitrate nonahydrate and 5 parts of boehmite by stirring with an atliter for about two hours to obtain 
a slurry. The monolith catalyst previously prepared was coated with this slurry in the amount of 57 g of composite oxide 
per liter of catalyst volume. Then, the monolith catalyst thus coated was further dried at 150 °C and fired at 650 °C for 
1 hour, thus obtaining a double layer-coated platinum-rhodium carrying catalyst. 

The durability and state of this catalyst were also evaluated similarly to that of Embodiment 10. The state of this 

55 catalyst is also shown in TABLE 3. 
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Comparative example 2: 

120 g of lanthanum-stabilized active alumina powder, 0.5 mol of ceria-zirconia composite oxide powder having 
metal atomic ratio of 1 : 1, 200 parts of water, 20 parts of aluminum nitrate nonahydrate, 10 parts of boehmite were 

5 mixed together, and stirred with an attriter for 2 hours to obtain a slurry for catalyst substrate. A monolith substrate of 
cordierite of 400 cells/inch was coated with the slurry thus prepared to obtain a catalyst carrier coated with 200g of an 
oxide carrier per liter of catalyst volume. Then, the catalyst carrier thus obtained was immersed in an aqueous solution 
of platinum nitrate to carry 1 .5 g of platinum per liter of catalyst volume, dried and fired at 250 °C for 1 hour. Next, the 
catalyst carrier carrying platinum was further immpersed in an aqueous solution of rhodium nitrate to adsorb and carry 

70 0.3 g of rhodium per liter of catalyst volume, and dried and fired at 250 °C for 1 hour to obtain a noble metal-carrying 
catalyst. 

The catalyst thus obtained was subjected to a model endurance test in a stream of air at 1000 °C for 5 hours. The 
state of the catalyst was analyzed. The analysis result is also shown in TABLE 3. 

75 Evaluation of purification performance: 

The catalysts, each having a catalyst volume of 1.7 liters, which were prepared in Embodiments 10 through 16, 
were respectively installed in an exhaust pipe of an automobile provided with a gasoline engine having a cylinder vol- 
ume of 2 liters, and an accelerated endurance running test was performed at about 980 °C which is the maximum cat- 
20 alyst bed temperature, simulating the European running, for 200 hours. Next exhaust gases discharged while 
simulating the European running were analyzed at both the upper stream and downstream of each catalyst, and the 
average ratios of purification of the components (NO Xi HC, CO ) of the exhaust gases were measured. As a result, the 
average ratios of purification of the catalysts were as high as 96, 95, 94, 96, 98. 98, 98 % in the order from Embodim nt 
10 to Embodiment 16. 

25 Similarly, the average ratio of purification of the catalyst of Comparative example 2 was also measured- As a result, 
Comparative example 2 exhibited 82 % which was lower than those of the catalysts of the present embodiments. 

At a high temperature (700 °C), no difference in OSC was observed between the catalysts of the embodiments and 
that cf Comparative example 2. This shows that there is no large difference in saturated oxygen storage amount of 
ceria. In contrast, at a low temperature (300 °C), there was a difference by twice or more in OSC. It has been clarified 
30 by investigation that the OSC depends on the specific surface area of noble metals as active points. Accordingly, it can 
be considered that in the catalyst of the embodiments, noble metals uniformly disperse, as compared to the catalyst of 
the comparative example. A catalyst layer of each catalyst was scratched to obtain powder therefrom, and an X-ray dif- 
fraction analysis was performed. The analysis result showed that the diameter of noble metal particles of the catalyst 
of the embodiments was smaller than that of the catalyst of the comparative example. 
35 It can be considered as one of the reasons for the small diameter of noble metal particles of the catalysts of the 
embodiments being maintained, and high heat resistance being achieved that noble metals can highly disperse in the 
carrier to restrain the coagulation of noble metal particles. 

In contrast, in the catalyst of Comparative example 2, which carries noble metals in the later steps, noble metals 
are distributed in vicinity of the surface of the catalyst layer with high concentration and consequently, high concentra- 
te tion noble metals tend to coagulate during the endurance test. 

Furthermore, it can be considered as one of the reasons for the OSC being low at a low temperature that the inter- 
action between noble metals and ceria is low. 

Embodiment 17: 

45 

Aluminum nitrate nonahydrate, zirconyl nitrate dihydrate, cerium nitrate (III), an aqueous solution of platinum 
nitrate, and an aqueous solution of rhodium nitrate were mixed together in the composition ratio identical to that of the 
endurance catalyst No. 215 shown in TABLE 4, and an ion-exchange water was added to a resultant mixture so as to 
contain 10 % by weight (solid component) of oxide. After stirring sufficiently, 30 % by weight of hydrogen peroxide solu- 
50 tion, which is 1 .5 times as much as the molar amount of cerium, was added to prepare an aqueous solution A. 

30 % by weight of ammonia water, which is 1 .8 times as much as the quantity required to neutralize these nitrates 
was prepared as an aqueous solution B. 

The aqueous solutions A and B were mixed together at a high speed within five seconds to obtain a precursor-con- 
taining slurry. The slurry thus obtained was introduced into a crucible, and allowed to stand within a kiln at 300 °C for 1 
55 hour. Then, the temperature of kiln was raised to 650 °C at a rate of 600 °C/h. and firing was carried out in air at 650 °C 
for 1 hour. 

A resultant composite oxide (catalyst) was partly pulverized such that the diameter of secondary particles ranged 
from 0.5 to 1 mm. and then screened. A resultant pelleMike composite oxide was subjected to the endurance test under 
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the conditions described below to obtain a catalyst No. 215. 

Endurance test condition: stoichiometric atmosphere until the temperature is raised to 1000 °C 
(stoichiometric) (5 % 0 2 + stoichiometric) 
period of variation 10 minutes, 1000 °C, 5 h 
flow rate 1 (Irter/min) for each gas, samples 8 kinds 

2 g of each sample was introduced into a crucible and endurance test was conducted. 

Embodiments 1 8 through 25 and 29, 30: 

Endurance catalysts 216 through 223 and 231, 232, each having the composition ratio shown in TABLE 4, were 
prepared by the method similar to that of Embodiment 17 as catalysts of Embodiments 18 through 25 and 29, 30. 
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TABLE 4 





common spec. : amount of noble metal added 
(Pt:1.5 a/liter. Rh:0-3 g/liter) 


samp 1 e 


endu- 
rance 
catalyst 
No. 


carrier composition (rool/liter) 


1 /2 
( Al iO, ) 


CeO i 


Z rO i 


1 / 2 

( y. o, ) 


Efflbod i merit 
17 


215 


2. 2000 


0. 2500 


0. 2500 




1 8 


216 


2. 2000 


0. 1667 


0. 3333 




19 


217 


2. 2000 


0. 1250 


0. 3750 




20 


218 


1 . 6500 


0. 3875 


0. 3875 




21 


219 


1. 6500 


0. 2583 


0. 51 67 




22 


220 


1. 6500 


0. 1938 


0. 5813 




23 


221 


1. 1 ooo 


0. 5250 


0. 5250 




24 


222 


1.1000 


0. 3500 


0. 7000 




25 


223 


1.1000 


0. 2625 


0. 7875 




26 


227 


1. 1 000 


0. 5250 


0. 5250 




27 


228 


1.1000 


0. 3500 


0. 7000 




28 


229 


1.1000 


0. 2625 


0. 7875 




Compa rat i ve 
examp 1 e 3 


230 


powde r 
(120 g) 


(Ce.Zr)0> 
powder (0. 5mo 1 ) 




29 


231 


2. 2000 


0. 2250 


0. 2250 


0. 0500 


30 


232 


1 . 0000 


1. 0000 


1 . 0000 
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TABLE 4-continued 



Samp 1 e 


endu- 
rance 
catalyst 
No. 


•firing condition 


preparation method 
me t hod® : 

coprecipitation — 
firing 


Em bod i merit 
1 7 


215 


650^C . 1 h. Air 


<D 


18 


216 


t 


t 


19 


217 


t 


t 


20 


218 


f 




21 


219 


f 




22 


220 






23 


221 


t 


f 


24 


222 






25 


223 


650 °C . Ih. Air 


t 


26 


227 


650 °C . Ih. Air — 
100 t . 2h. Nj+5XH 2 


f 


27 


228 


t 


t 


28 


229 


650 X . Ih. Air — 
100t:. 2h. N * +5XH * 




Coropa r a t i ve 
ex amp 1 e3 


230 




powder mixing -» 
i mp regna t ion of 
mixture salt of 
Pt + Rh 


29 


231 


650 X . Ih. Air 


<D 


30 


232 


t 





Noble metal amount added (Pt: 1.5 g/l. Rh : 0.3 g/ I ) 



Embodiments 26 through 28: 

Catalysts of Embodiments 23 through 25 prior to the endurance test were treated in an atmosphere of nitrogen gas 
and 5 % of hydrogen gas at 1000 °C for 2 hours, and subjected to the endurance test similarly to Embodiments 23 
through 25 to obtain endurance catalysts No. 227, 228 and 229. 

Comparative example 3: 

120 g of lanthanum stabilized active alumina powder was mixed with 0.5 mol of ceria-zirconia composite oxide pow- 
der having a metal atomic ratio of 1 : 1. And a resultant mixture powder was added to a mixed aqueous solution of an 
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aqueous solution of platinum nitrate (containing 1 .5 g of platinum) and an aqueous solution of rhodium nitrate (contain- 
ing 0.3 g of rhodium). A resultant slurry was evaporated, solidified, partly pulverized such that the diameter of second- 
ary particles ranged from 0.5 to 1 mm, and screened. A resultant pellent-like composite oxide was subjected to the 
endurance test under the conditions similar to those of Embodiment 1 7 to obtain an endurance catalyst No. 230 of Com- 
5 parative example 3. 

The catalysts of Embodiments 17 through 30 and Comparative example 3 were evaluated on the oxygen storage 
capacity based on the atmosphere retention time during the atmosphere varying time. The evaluation result are shown 
in TABLE 5. 

io Evaluation condition: cycles of 1%H 2 +He(100ccm)2.5 minutes and 1%0 2 +He(50ccm)2.5 minutes 

Evaluation temperature: 300 °C-> 500 °C-» 700 °C-> 500 °C-> 300 °C (measuring for 13 minutes at each temper- 
ature) 

Amount of sample: 1/2000 (liter-cat) about 0.1 g 



TABLE 5 



25 



35 



sample 


endurance catalyst No. 


atmosphere retention time (sec) 






300 °C 


500 °C 


700 °C 


500 °C 


300 °C 


Embodiment 17 


215 


4 


22 


28 


24 


19 


18 


216 


2 


16 


24 


20 


13 


19 


217 


2 


13 


17 


15 


10 


20 


218 


16 


36 


43 


37 


32 


21 


219 


11 


30 


37 


32 


24 


22 


220 


11 


23 


29 


23 


17 


23 


221 


31 


45 


55 


47 


38 


24 


222 


11 


34 


43 


36 


27 


25 


223 


12 


26 


34 


27 


22 


26 


227 


54 


61 


71 


64 


55 


27 


228 


27 


43 


54 


44 


33 


28 


229 


20 


29 


42 


30 


19 


Comparative example 3 


230 


4 


19 


30 


20 


6 


29 


231 


4 


17 


23 


19 


14 


30 


232 


45 


80 


100 


83 


68 


EVALUATION-* 



45 As compared to th e, catalyst of Comparative example 3, the catalysts of Embodiments 17 through 30 exhibited 

especiall y improved oxygen storage capacity at a low temperature (300 °C). And the catalysts containing a large y 
amount of ceria exhibited high oxygen storage capacity at a high temperature, too. 

Furthermore, as is apparent from the comparison between the catalysts of Embodiments 23 through 25 and those 
of Embodiments 26 through 28, the oxygen storage capacity can be improved due to the reduction treatment. By the 

so reduction treatment, solid solution of ceria-zirconia is accelerated, noble metals are activated (precipitation and reduc- 
tion), the improvement of heat resistance of noble metals due to the presintering thereof is achieved, and other advan- 
tages are obtained. 

In the composite oxide carrier in accordance with the present invention, homogeneous solid solution of ceria, zir- 
conia, and zirconia fine particles disperse as primary particles in y-alumina. This results in the characteristics of zirconia 
55 being effectively used, the stability of noble metals and dispersing characteristics of each element being improved. 
Therefore, OSC at the evaluation temperature of 300 °C is improved by about twice or more, as compared to the con- 
ventional carrier. By the action of fine zirconia particles, the composite oxide carrier catalyst exhibits an excellent heat 
resistance and carries noble metals stably so as to be useful as the catalyst for reducing exhaust gases, which has an 
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excellent sulfur poisoning resistance. 

In addition, the composite oxide and the method for preparing the same in accordance with the present invention is 
applicable to materials for sensors, batteries, optical materials, semiconductor materials, structure materials or other 
broad technical fields. 

5 While the invention has been described in connection with what are considered presently to be the most practical 

and preferred embodiments, it is to be understood that the invention is not limited to the disclosed embodiments, but, 
on the contrary, is intended to cover various modifications and equivalent arrangements included within the spirit and 
scope of the appended claims. 

10 Claims 

1 . Jx composite oxide manufactured by the method comprising the steps of: 




forming a precursor o f oxides Jr om an aqueous solution of salts of a plurality o f elements within several sec- 
75 onds; and then 

firing said precursor. 

2. A composite oxide manufactured by the method comprising the steps of: 

20 forming a precursor of oxides from high concentration salts of a plurality of elements; and then 

firing said precursor. 

3. A compos ite oxjdecarrier manufactured by the method comprising the steps of: 

25 forming a precursor of oxides composed of a plurality of elements by mixing a solution of salts of said plurality 

of elements of at least one of cerium (Ce) or zirconium (Zr), and aluminum (Al), with an alkaline solution by use 
of high speed mixing means: and then 
firing said precursor. 

30 4. A compos ite oxide carrier a s claimed in claim 3, wherein said plurality of elements include at least one element 
selected from the group consisting of alkali metafs, alkaline earth metals, transition metal, and rare earth elements. 

5. A composite oxide carrier as claimed in claim 3 or 4, wherein said step of forming said precursor further comprises 
the step of separating said precursor from said mixed solution with at least one of decantation and Alteration. 

35 

6. A composite oxide cameras claimed in claim 3 or 4, wherein said solution of salts of said plurality of elements is 
added with at least one selected from the group consisting of a high-molecular coagulant, hydrogen peroxide, sur- 
face active agent and a water-soluble polymer. 

40 7. A composite oxide carrier as claimed in claim 6, wherein the additive is at least one selected from the group con- 
sisting of a cationic polymer, an anionic polymer or a nonionic polymer. 

8. A composite oxide carrier as claimed in claim 6, wherein the additive is a nonionic polymer. 

45 9. A composite oxide carrier as claimed in claim 6, wherein said surface active agent is polyoxyethytene alkyl ether. 

10. A composite oxide carrier as claimed in claim 6, wherein said water-soluble polymer is a cellulose polymer or pol- 
yvinyl alcohol. 

so 11. A composite oxide carrier as claimed in daim 3, wherein said high speed mixing means mix said solution of salts 
with said alkaline solution within 6 seconds. 

12. A composite oxide carrier as claimed in claim 1 1 , wherein said high speed mixing means mix said solution of salts 
with said alkaline solution within 1 second. 



55 



1 3. A composite oxide carrier as claimed in claim 3 or 4, wherein said composite oxide comprises a ceria-zirconia com- 
posite oxide which has a crystalline diameter of 10 nm or less, and 60 % or more of said ceria-zirconia composite 
oxide dispersing as a secondary particle with a particle diameter of 30 nm or less after heating in air at 1000 °C for 
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5 hours. 



14. A composite oxide carrier as claimed in claim 3, comprising Al. Ce and Zr whose atomic ratio ranges from 1 : 0.01 
to 1 : 5 as represented by Al : (Ce + Zr). 

15. A composite oxide carrier as claimed in claim 14, wherein the ratio ranges from 1 : 0.05 to 1 : 2. 

16. A composite oxide carrier as claimed in claim 15. wherein the ratio range from 1 : 0.2 to 1 : 2, and the atomic ratio 
of Ce : Zr range from 1 : 0.2 to 1 : 5. 

1 7. A composite oxide carrier as claimed in claim 1 6, wherein said atomic ratio of Ce : Zr ranges from 1 : 0.8 to 1 : 1 .25. 

18. A composite oxide carrier as claimed in claim 3, comprising Al and Zr whose atomic ratio ranges from 1 : 0.01 to 1 

:5. 

19. A composite oxide carrier as claimed in claim 18, wherein the atomic ratio of Al : Zr ranges from 1 : 0.02 to 1 : 2. 

20. A composite oxide carrier as claimed in claim 3, comprising Al, Zr and at least one other metal element whose 
atomic ratio ranges from 1 : 0.01 to 1 : 0.2 as represented by (Al + Zr) : said other metal element 

21 . A composite oxide carrier as claimed in any of claims 3-20, wherein said step of firing is carried out in a reduced 
atmosphere at 500 °C or more. 

22. A composite oxide carrier as claimed in claim 21 , wherein said step of firing is carried out in a reduced atmosphere 
at 900 °C or more. 



^ forming precursors of oxides of a plurality of elements a nd a catalyst metal by mixing a solution including salts 
-of a plurality of elements o f at least two of cerium, zirconium and aluminum and a salt of a catalyst metal with 
an alkaline solution by use of high speed mixing means, and by precipitating said precursors from said mixed 

^sofattonrana 

firing said precipitated precursors. 

24. A composite oxide catalyst as claimed in claim 23, wherein said catalyst metal is at least one of platinum, palladium 
and rhodium. 

25. A composite oxide catalyst as claimed in claim 24, wherein said step of firing is carried out in a reduc ed-atmosphere 
at 500 °C or more. 

26. A composite oxide catalyst as claimed in claim 25, wherein said step of firing is carried out in a reduced atmosphere 
at 900 °C or more. 




'A composite oxide catalyst manufactured by the method comprising the steps of: 
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cursor of composite oxide in the step of forming the 
precursor of composite oxide. The composite oxide and 
the composite oxide carrier are composed of a compos- 
ite oxide in which at least one of cerium and zirconium, 
and aluminium disperse with extremely high homogene- 
ity. With this structure, the heat resistance of the carrier 
is improved and consequently, enlargement of particles 
of the composite oxide defining the carrier, and sintering 
of adjacent particles of the composite oxide can be 
restrained, whereby the catalyst using the composite 
oxide carrier in accordance with the present invention is 
excellent in heat resistance. With the present invention, 
the earner is not limited to a general catalyst carrier. The 
carrier may be interpreted to indicate general formed 
bodies. For example, the carrier with the present inven- 
tion can be also used as materials for sensors and elec- 
trodes, optical materials, semiconductors and structure 
materials. Furthermore, the carrier can be used for a 
three-way catalyst, NOx catalyst or oxidation catalyst or 
a part thereof, and a promoter. 
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